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© Polyurethane coating composition derived from polyester polyol containing long-chain aliphatic 
polyol. 

© A coating composition is disclosed comprising: 

(a) an aqueous medium, 

(b) an water-dispersible polyurethane resin that is the reaction product of a mixture comprising: 

(1) a hydroxy-functional polyester component that is the reaction product of a mixture comprising a 
carboxylic acid component comprising at least two carboxylic acid functional groups, a long-chain aliphatic 
polyol having 18 to 60 carbon atoms, and a short-chain polyol having 12 or fewer carbon atoms, 

(2) a multifunctional compound having at least one active hydrogen group and at least one water-stabilizing 
group, 

(3) an active hydrogen-containing capping or chain extending agent, and 

(4) a poiyisocyanate, and 

(c) an aminoplast crosslinking agent. 
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Field of the Invention 

This invention relates to coating compositions, and particularly to waterborne potyurethane coating 
compositions for use in multilayer coatings. 

s 

Background of the Invention 

Multi-layer systems have been utilized to coat automobiles for a number of years, but the early 
development of these systems necessarily employed organic solvents. As environmental regulations 

w became more stringent, and the cost of organic solvents rose, organic-borne basecoat systems became 
less desirable. The recent research emphasis in the area of multi-layer systems, especially basecoat 
systems has focused on the development of water-borne systems for multi-layer coatings. 

The shift from organic solvents to water for dispersing and applying resins in multi-layer systems solved 
many of the environmental and cost problems associated with the use of organic solvents. Water-borne 

rs systems, however, have resulted in other problems. 

The application of a multi-layer coating to an automobile body, for example, is greatly facilitated by a 
system that provides for drying of solvent after the application of a coating. This is typically accomplished 
by flashing underlying coatings such as the basecoat prior to application of the topcoat layer(s). In a 
flashing operation, the coating is exposed to air, optionally at elevated temperature, for a certain period of 

20 time. The time and temperature of the exposure is usually not sufficient to provide any significant curing to 
the basecoat. but is sufficient to drive enough solvent from the coating to avoid problems caused by excess 
solvent being trapped under the topcoat layer(s). 

By facilitating drying, the time between coatings would be diminished, resulting in manufacturing 
efficiencies and lower energy costs. In addition, there would be a reduced need for a cool-down zone after 

25 drying which would further the manufacturing efficiencies. However, when the solvent for a coating 
composition is water, the amount of time required for driving off the water is often significantly greater than 
for organic solvent systems. It is thus desireable to produce a waterborne basecoat composition that could 
be dried in a period of time short enough to maintain manufacturing efficiency. 

30 Summary of the Invention 

The present invention is directed to polyurethane resins that can be used in waterborne basecoat 
compositions of multi-layer coating systems. 

According to the present invention, there is provided a coating composition comprising: 
35 (a) an aqueous medium, 

(b) an water-dispersible polyurethane resin that is the reaction product of a mixture comprising: 

(1) a hydroxy-functional polyester component that is the reaction product of a mixture comprising a 
carboxylic acid component comprising at least two carboxylic acid functional groups, a long-chain 
aliphatic polyol having 18 and less than 60 carbon atoms, and a short-chain polyol having 12 or fewer 

40 carbon atoms. 

(2) a multifunctional compound having at least one active hydrogen group and at least one water- 
stabilizing group, 

(3) an active hydrogen-containing capping or chain extending agent, and 

(4) a polyisocyanate, and 

45 (c) an aminoplast crosslinking agent. 

The coating compositions of this invention are shown to possess the qualities of being quick-drying 
after application. Furthermore, the coating compositions of this invention also exhibit superior coating 
characteristics, for example, good metallic effects such as very favorable arrangement, fixation, and flip 
effect of the metallic pigments in the paint film. When non-metallic pigments are used, the resins of the 

so present invention exhibit excellent decorative effect. 

Description of the Preferred Embodiments 

The present invention relates to a water-dispersible polyurethane resin produced by reacting an OH- 
55 functional polyester component with a mixture of a polyisocyanate-containing compound, a multifunctional 
compound having at least one active hydrogen functionality and at least one water-stabilizing group, and 
optionally, an additional component comprising a compound having at least two active hydrogen containing 
moieties. The polyester component is derived from a carboxylic acid compound, a long-chain aliphatic 
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polyol of 18 and less than 60 carbon atoms, and a short-chain polyol of 12 or fewer carbon atoms. The 
resulting polyurethane intermediate has terminal isocyanate groups or active hydrogen-containing moieti s, 
depending upon the stoichiometry of the polyester mixture described above. 

An especially preferred embodiment of the polyurethane resins of the present invention relates to the 
5 formation of a urethane product in which the intermediate polyurethane resin described above has free 
isocyanate groups at the terminal positions of the polyurethane resin. The isocyanate groups are then 
capped with an excess of a polyfunctions alcohol having at least 2 alcohol groups, and preferably at least 3 
alcohol groups. 

The particular characteristics of the polyurethane resins are determined by the components of the 
10 polyester resin. It has unexpectedly been discovered that polyester resins produced from a polyol 
component comprised of at least about 50% by weight of a long chain fatty polyol acid having from 18 to 
60 carbon atoms can be formulated into water-dtspersible polyurethane coating resins exhibiting particularly 
favorable low flash and quick drying properties for water borne basecoat resins. 

The polyol component of the polyester is, of course, important to the invention and is comprised of a 
is mixture of at least about 50% by weight of a long chain polyol component having between 18 and 60 
carbon atoms. Preferably, the long chain polyol is a diol, and most preferably, the diol is a C36 dimeric diol, 
also known as dimer alcohol or dimer fatty alcohol. Where the long chain polyol makes up less than 100% 
of the polyol component, the polyol component is also comprised of one or more short-chained polyols. 
Preferably, the long chain polyol comprises between 50 and 80% by weight of the polyol component of 
20 the polyester polyol. In the principal resin (major vehicle) the long chain polyol component comprises about 
75-80% of the polyester resin and in the grind resin, the long chain polyol comprises about 50% by weight 
of the polyester resin. Generally, the higher the percentage of long chain polyol, the better the quick-drying 
or flash off characteristics of the final polyurethane resin. However, the advantageous flash-off characteris- 
tics must be balanced with the effect that the change in the polyol component has on the metallic effects, 
25 durability and other characteristics of the resin, including, in the case of grind resin, the ability to 
accomodate pigment. 

These long-chain or fatty alcohols may be readily produced by hydrogenation (reduction) of the 
corresponding well-known fatty acids. Alternatively, unsaturated higher fatty alcohols (e.g., having 8 to 22 
carbon atoms) can be dimerized or trimerized to form longer-chain polyols. Preferably, the long chain polyol 

30 is a diol and more preferably, the diol is a C36 dimeric diol, also known as dimer alcohol or dimer fatty 
alcohol. Dimer fatty alcohol may be readily produced by the hydrogenation (reduction) of dimer fatty acid. 

Examples of shorter polyols that could be used in conjunction with the long chain polyol include 
alkylene glycols, such as ethylene glycol, propylene, glycol, butylene glycol, and neopentyl glycol, 1,6- 
hexanediol and other glycols such as hydrogenated bisphenol A, cyclohexane dimethanol, caprolactone diol 

35 (i.e., the reaction product of caprolactone and ethylene glycol), hydroxyalkylated bisphenols, and the like. 
However, other diols of various types and. as indicated, polyols of higher functionality may also be utilized. 
Such higher functional alcohols can include, for example, trimethylolpropane, trimethylolethane, pentaeryth- 
ritol, and the like, as well as higher molecular weight polyols. 

The low molecular weight diols which are preferred in the instant invention are known in the art. They 

40 have hydroxy values of 200 or above, usually within the range of 1500 to 200. Such materials include 
aliphatic diols. particularly alkylene polyols containing from 2 to 12 carbon atoms. Examples include 
ethylene glycol. 1 ,4-butanediol, cycloaliphatic diols such as 1,2 cyclohexanediol and cyclohexane 
dimethanol. An especially preferred diol is 1 ,6 hexanediol. 

Any of a number of compounds known to be useful in the preparation of polyesters may be used as the 

45 carboxylic acid component according to the present invention. Such acids may be comprised of a mono-, 
di- or higher functionality carboxylic acid or a mixture of these carboxylic acids having carbon chains of 12 
or fewer carbon units, as well as longer carboxylic acids (e.g., C36 dimer fatty acid). Monocarboxylic acids 
function to terminate a polyester chain and are chosen for that purpose. It is preferable that the carboxylic 
acid component be a dicarboxylic acid. Such preferred dicarboxylic acid compounds include, for example, 

50 adipic, azeleic, and other aliphatic dicarboxylic acids. Aromatic dicarboxylic acids may also be preferred. An 
especially preferred aromatic dicarboxylic acid is isophthalic acid. Alkylene and aralkylene carboxylic acids 
can also be used. Where branch chains in the polyester are desired, a carboxylic acid containing three or 
more carboxylic acid groups, for example citric acid, it used, A preferred acid of this type is trimellitic 
anhydride. 

55 The polyester resins are synthesized from the above-described carboxylic acid component and an 
excess of the polyol component. An excess of polyol is used so that the polyester resin preferably contains 
terminal hydroxyl groups. The polyol compounds preferably have an average hydroxy-functionality of at 
least 2. 

3 
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The poly ster resin in most cases is comprised of one or more polyols, preferably a diol. Up to about 
25 percent by weight of the polyol component may b a polyol having three or more hydroxy groups per 
molecule. Where polyols having three or more hydroxy groups are chosen, the result is a branched 
polyester. 

While it is not always desirable to have a triol or higher multi-functional alcohol present because of the 
tendency to form a branched chain polyester, some branching may be desirable. The polyester resin 
should not be highly branched, however. There may also be present a small amount of monoalcohol, in the 
polyol component, particularly if larger proportions of higher functional alcohols are used. These monal- 
chohols serve as chain terminators. In certain instances, for example, where certain high molecular weight 
polyols are used, the polyols can be largely or even entirely made up of compounds of functionality greater 
than two. 

The resulting polyester resin is preferably produced so that the resulting polyester polyol ranges in size 
between about 200 and 2000 grams per equivalent of hydroxyl. Preferably, the polyester resin has a range 
between 700 and 800 grams per equivalent of hydroxyl and most preferably, has about 800 grams per 
equivalent of hydroxyl. 

To produce the polyurethane resins that are useful in basecoat compositions of the present invention, 
the above-described polyester polyol is reacted with a mixture of a polyisocyanate, a multi-functional 
compound haying at least one active hydrogen group and at least one water-stabilizing group, and an active 
hydrogen-corftaining capping and/or chain extending agent. 

The above components may be reacted in the same pot. or may be reacted sequentially, depending 
upon the desired results. Sequential reaction produces resins which are more ordered in structure. Both the 
polyol and multi-functional compound may serve as chain extenders to build up the polyurethane backbone 
through reaction of hydroxyl groups with isocyanate groups. However, to function as a chain extender, the 
multi-functional compound must have at least two active hydrogen groups. Where the multi-functional 
compound has only one active hydrogen group, the result is chain termination. Additional chain extenders 
having at least two active hydrogen groups may be added to increase the chain length or to change the 
chemical characteristics of the polyurethane resin. 

In general, an excess of polyisocyanate is used so that an intermediate polyurethane resin can be 
produced having free isocyanate groups at the terminal ends. The free isocyanate groups may then be 
preferably capped with trimethylo! propane or diethanolamine. 

The organic polyisocyanate which is reacted with the polyhydric material as described is essentially 
any polyisocyanate and is preferably a diisocyanate, e.g., hydrocarbon diisocyanates or substituted 
hydrocarbon diisocyanates. Many such organic diisocyanates are known in the art, including p-phenylene 
diisocyanate, biphenyl 4,4'-diisocyanate, toluene diisocyanate, tetramethylxylene diisocyanate, 3,3*- 
dimethyl-4,4 biphenylene diisocyanate, 1,4-tetramethylene diisocyanate, 1 ,6-hexamethylene diisocyanate, 
2.2,4-trimethy!hexane-1,6 diisocyanate, methylene bis (phenyl isocyanate), 1,5 naphthalene diisocyanate, 
bis (isocyanatoethyl fumarate), isophorone diisocyanate (IPOI) and methylene-bis- (4 cyclohexyllsocyanate). 
There can also be employed isocyanate-terminated adducts of diols, such as ethylene glycol, or 1,4- 
butylene glycol, etc. These are formed by reacting more than one mole of a diisocyanate. such as those 
mentioned, with one mole of a diol to form a longer chain diisocyanate. Alternatively, the diol can be added 
along with the diisocyanate. 

While diisocyanates are preferred, other multi-functional isocyanates may be utilized. Examples are 
1 ,2,4-benzene triisocyanate and polymethylene polypheny! isocyanate. 

It is preferred to employ an aliphatic diisocyanate, since it has been found that these provide better 
exterior weatherability color stability in the finished coating. Examples include 1 ,6-hexamethylene 
diisocyanate, 1,4-butylene diisocyanate, methylene bis (4-cyclohexyl isocyanate) and isophorone 
diisocyanate. Mixtures of diisocyanates can also be employed. 

The proportions of the diisocyanate, long-chain aliphatic polyol, and multi-functional compound are 
chosen so as to provide an isocyanate-terminated intermediate polyurethane resin . This can be accom- 
plished by utilizing a stoichiometric excess of polyisocyanate, i.e., more than one isocyanate group per 
nucleophilic moieties (reactive with isocyanate) in the other components. 

For purposes of promoting water-solubility it is important to build water-stabilizing groups into the 
polyurethane. Such groups can be anionic acid groups (e.g., carboxyl groups) or nonionic groups (e.g., 
polyethers). For example, the presence of acid groups is capable of rendering the composition water- 
dilutable when neutralized. 

The acids that are employed to provide free acid groups in the polyurethane resins of this invention are 
readily available, They contain at least one active hydrogen group and at least one carboxylic acid 
functionality. The active hydrogen group may be a thiol, a hydroxyl or an amine, with primary amines being 
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Compounds containing at I art 2 hvdroxvl onTnT w, . f " d tt ^ rox ^^ acids. . 
can be prepared from an ^^ 7^1^ tTZ Cafb °7 ,ic ^ a ™ Purred. They 
5 aldehydes are reacted in th presence of a cTa ca£lv5t» ^ V °?V " * alpha P° sitfon - Such 
2.2-dihydroxymethy. aldehyde The aidehydefe^oer £ ox^TT' 6 ^ - ,ormaWa Me to form a 
ac,d, that are empioyed in the invention can he 55^?.^ ^ 

» CH 2 0H 

R - C - COOH 
CH 2 0H 

15 

wherein R represents hydroxymethyi. hydrogen, or alkyl of uo to ?n r a ,h„ ♦ 

carbon atoms. y y 01 up t0 20 carbon atoms and preferably up to 8 

Specific illustrative examples of such acids that ara — . - . 
Oiydroxymethy.) acetic acid. 2 2.2-tri(hydSym1my.) acetic acid TS? h h inVenU ° n inC ' Ud9 «** 
» d, (hydroxymethyl) butyric acid. Z2^todrwS^^?' ^^'^^^^ethyl) propionic acid. 2.2- 
2.2-di(hydroxymethyl) propionic acid ty) P ^ ^ and lite " Purred acid is 

the to the potymer are Known in 

herein by reference. Useful polyether compounds arenlS ' d ' SCl ° SUre °' which is incorporated 
« functional po.yethers being^ferr^ Z ^^If^Z °^T^ ^ 
thiols, amines, or mixtures of these functionalitieT Th a ZT„£ ~ ^V***'* ™y be aJcohol groups, 
monoalcohol-initiated polymerization °of e^ne o^ **» be ,ormed *«" 

compound comprised of 100% ethylene TJ^^'J^T ** mb<biras thereof - A Pother 

as the water-stabilizing group it preferaSy ^o^Z ^ a ^ ^ 

- polyurethane resin andLs a m^ecu^^ 5 a " d » »Y weight of the fina. 

Longer-chain polyurethane resins can be obtained by chain mma;™ * , 
compound or mixture of compounds containing a^east £> S 21° ^ uf ° th ™ c ^in with a 
carboxylic acid group, for example diols dithiols diaminfl « hydrogen groups but having no 

»hio.. and amine groups, for ^l^SS^SS^ ZSZ SSh' ^ ° f ^ 
among others. For purposes of this aspect of the invention h^L P ' d "y* 0 ^ 31 ^ 1 mercaptans. 
considered as having one active hydrcZ ^ " nd SeCOndary a ™° ^oups are 

are preferably used 'as c^SJS^I^I^^'^ T?"** °' 
which are used as polyurethane chain extendi nc ude ^'Z^^,*?™*" °' Prefefred diols 
butanediol. While polyhydroxy compounds contafnino al HI ,h ' ^"^adhnethylol. and 1.4- 
extenders. the use of mese^omZds SucTs b^d ^ ^ ^ m3y to used as chain 
present invention, it is preferred to limize^a m oun^^ For P ur P° saa * *• 

polyhydroxy compounds are used, they are preferably limitl?^ ? P 0, y u r«thane resin. Therefore, it 
thane producing mixture. These higher ^Sj^^c^^^^ * ^ 
propane, trime.hylolethane, pentaerythritol. among otherCnl U nds ' ** 

The polyurethane resin may be chain extended in any manner usinn ««. 
two acfve hydrogen groups. Thus, these compounds lyTe iLTl T 00 "* ^ al ' 9ast 
polyol. and multi-functional compound, or alternatively may reTct » ll ^ JTTf °' P 0 '* 50 ^" 3 '*. 
-socyanate groups that are present at the terminal ends of 2, ,n,e " nedla,e sta 9*- »° two free 

It is generally preferred mat an intern^X^ 
aliphatic polyol and the mixture of polyisocyanate muZnriinn a ? P CSd by reactin9 the lo "9"Chain 
groups and one water-rtabitizing g'roup and th e dS? S « 'east 2 hydroxy! 
accomplish this, an excess of the Tpolyisocyanat^ ^com^nemis utS S, , " ' S ° Cyanate Droups - To 
components will be adjusted according ,o L S chara^>, T^." 10 ^ ra « ooftha ^er 
Pdyurethane resins. The long-chain aliphatic polyol ^ m^It S^ m n • ^ in,ermediate and «" al 
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concentration of isocyanate groups present), thereby also contributing residual hydroxy! groups^ Particularly 
desirable for such purposes are aminoalcohols, such as ethanolamine, diethanolamine and th like, since 
the amino groups preferentially react with the isocyanate groups present. Multi-functional alcohols, such as 
ethylene glycol, trimethylolpropane and hydroxyl-terminated polyesters, can also be employed in this 
s manner. 

While the ratios of the components of the polyol, the multi-functional isocyanate and the terminating 
agent can be varied, it will be noted by those skilled in the art that the amounts should be chosen so as to 
avoid gellation and to produce an ungelled urethane reaction product containing hydroxyl groups. The 
hydroxyl value of the urethane reaction product should be at least 5 and preferably about 20 to about 200. 

io The amount of polyisocyanate used in the mixture is preferably between about 20% and 30% by weight 
of the reactants in the mixture, but will vary depending upon the polyester used, the acid number of the 
final polyurethane resin (if anionic water stabilizing groups are used), and the desired molecular weight of 
the final polyurethane resin, as well as other factors known in the art. The amount of polyisocyanate will 
also vary depending upon whether it is desired to have the intermediate polyurethane terminated with free 

75 isocyanate groups or with hydroxyl groups. Thus, where it is preferred to terminate the intermediate 
polyurethane resin with free isocyanates for capping with trimethylopropane or diethanolamine, an excess of 
polyisocyanate. may be used. Where the intermediate polyurethane resin is to be terminated by hydroxyl 
groups, a stoichiometric deficiency of polyisocyanate may be used. 

When trie polyurethane utilizes acid water-stabilizing groups, the amount of multi-functional component 

20 having at least one active hydrogen group and at least one water-stabilizing group may vary depending 
upon the desired acid number of the final polyurethane resin. If the water-stabilizing group is an acid group, 
the final polyurethane resin should have an acid number of at least about 10, and the amount of this multi- 
functional component comprises between about 1% and about 25% by weight of the reactants of 
polyurethane producing reaction mixture (polyisocyanate, polyol, multifunctional compound, and optionally 

25 other chain extenders, for example compounds having two active hydrogens but no carboxylic groups). It is 
preferable that the acid number be higher, because as the acid number increases, the water-dispersibility of 
the polyurethane resin potentially increases. The practical upper limit of acid number is that which 
negatively effects the low flash or quick-drying characteristics of the final resin. Of course, the upper limit of 
the acid number will vary depending upon the chemical composition of the final polyurethane resin, but an 

30 acid number of about 100 is, in general, the practical limit of polyurethane resins of the present invention. 

The amount of chain extender, when used producing the polyurethane resin, varies between about 2% 
and 25% by weight of the reactants. The amount used will depend upon the amount of chain extension 
desired and the desired molecular weight of a polyurethane molecule. 

After the polyurethane resin is synthesized, a portion of the carboxylic acid groups is neutralized with 

35 base to form salt groups. Preferably, the base is an amino containing compound. Tertiary amines are 
generally preferred over primary and secondary amines because of the tendency of the primary and 
secondary amines to react with aminoplast cross-linking agents. Preferred tertiary amines include tri- 
alkylamines, for example, trimethyl and triethylamine. Also preferred is trtethanolamine. Particularly pre- 
ferred is dimethylethanolamine. 

40 The polyurethane resins of the present invention are formulated, along with other components, into 
. water dispersible basecoat compositions which are sprayed or electrostatically deposited onto metal or 
plastic substrates, for example, automobile bodies. In general, a polyurethane resin formulated as described 
herein, is mixed with an aminoplast resin, a pigment grind resin, water, a portion of organic solvents, 
aluminum and/or mica particles and a rheology control agent. Other agents may be included, for example, 

45 various fillers, surfactants, plasticizers, stabilizers, wetting agents, dispersing agents, defoamers, adhesion 
promoters and catalysts in minor amounts. In one preferred embodiment a branched-chain polyester 
component is also added to the basecoat composition. 

As indicated, an aqueous dispersion of the polyurethane resin is utilized as the principal or major 
vehicle resin. In general, the principal or major vehicle resin comprises between about 20 and 80% by 

so weight of the total solids present in the basecoat composition. 

The polyurethane reaction product as described above can be mixed with an aminoplast resin in order 
to form a curable coating composition. Aminoplast resins are aldehyde condensation products of melamine, 
urea, and similar compounds. Products obtained from the reaction of formaldehyde with melamine, urea or 
benzoguanamine are most common and are preferred herein. However, condensation products of other 

55 amines and amides can also be employed, for example, aldehyde condensates of triazines, diazines, 
triazoles, guanidines, guanamines and aikyl and aryl substituted derivatives of such compounds, including 
alkyl and aryl substituted ureas and alkyl and aryl substituted melamines. Some examples of such 
compounds are N.N'-dimethylurea, benzourea, dicyandiamide, formoguanamine acetoguanamine, am- 
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3., diam ,. wa20l . 

Whi.eth aid hy.de employ d is most 3^ 

J-it groups, and in most 

» alcohol and aromaflc alcohols cSEl^fc^^^^ a " d ° th8re - 88 — - Senzy, 
Celtosolves and Carbito.s® (Union Carbide), and wSS5i22^i m ° n< ^ e,B ° r 9 ' yC0,s such as 
3-chloropropanol. The preferred amine-aldehyde reSre 3S2? h ° ,h " 8ubsWuted alcohols. ««* as 

A pigment grind resin is often useful in ^ m ethenf,ed w,th methanol or butanot 
according to the present invention. While the LZluL'ZT^ P ' 9men,S in, ° Coa,in 9 impositions 

H polyurethane resins. ft is it may be desirl. S 1 -^^^^^ 
principal or major vehicle resin. The grind resin Zlv JZ ^ Chemical charactef »° *• 

the total solids in the coating composite and TZZ^lTV^ "* about 25% by w8i 9 M ■» 
composition. }■ * ana preferably contains about 5-40% by weight of the basecoat 

Pigments may be incorporated into the basecoat to Drovide th« h^-.^a 
' done by mixing pigments with the above-described dEZJ 112 ™ S ™* C characte "stics. This is 
standard pigment known in the art may be used witn S KLT ^ 3 paSte " ^ 

p.gments can be formulated without affecting the desfced low flash 80 ,0n9 88 ,hese 

examples of the dyestuffs or pigments may be I^^^StST ^ Characteri8 *»- Specific 
anc chromate. strontium chromate. barium chromate teao S?-T 9 ' 9raphi,e ' Carbon b,ack - 
suj.de iron oxide, aluminum flaxes, zinc sulfid "p htha, cyan* ^ST * inC ° xide - 

and halogenated thioindigo pigments, among others complexes, naphthol red. quinacridones 

pigmS Tztfttssr** tsr ptrr me,a ' ,,akes - **- — 

West Germany. The aluminum flake pigment S^^2JS X ? ^ ^ QOnl " 1, »* 
preferred embodiment of the present invention standard JT$ *" enhanCed " me,a,,ic veneer "- a 
used. Other metallic flake pigments, for ££j TSSlS^TTJl!^ "* Ph ° Sphat9 6Ster is 
» cost and inferior in appearance. The metal.i ^Sd^-J 6 " " USUa " y Pr0hib *' Ve 

The resinous dispersions of the basecoat in comoosLt £ J * non - metallic omenta, 
preferred that the deionized water have conducTanceTad rToM 'T** d9, '° nized wa,er " " is 
preferably less than about 5 microohms-1 Z^nt TjT^l*" 13 n *"*"»l and most 
water, and to improve the stability of the anionic r«L ^! 9 by the reaC,ion °' aluminum with 

water is also chosen to avoid saWthat nl™ oJ£l mZFZ "1 M Deion ' 2ed 
w,h the deionized water. An especial.y preferred ^UstoZ^^?* ™ y 3,50 be 
and dispersing pigments in the basecoat composition c e«°solve« which a.ds mixing, formulating 

Auxiliary solvents such as polar oraanic solvem<t ran ^ 
present invention. Such solvents 1nti^£mZ^J?j2 ^ " * e ^positions according to the 
esters, ketones and other organic^ ^ ^o^^STSS? T "* atoh ^ athers. 

composition, and preferably comprise aSo ToTto^^TAT *** "* ° f the baSecoat 
water) may be selected to promote the disoersibX of i^'v , f baseco * composition (including 
composition (piasticizercharactUc^ndS *• «"a. basecc* 

*«>logy control agent is also preferably incoroorated into h« t 
control agent controls the viscosity of the resLtZ ! C ° af com P° siti ° n - The rheology 
Prevent sagging or running after a base oat s TveZT^ZS ? I™™™ am ° UntS ,hat wi » 
The direct result of incorporating a rheology M^a^, V!2^" , ? tee SUCh 38 an automobile body. 
Other favorable results of adding a mSSy contS aaent a e ^nf ! b ° dy " ld ^ability, 

thicker coating and complete coverage oTa subsSa^ S, - ' C Pi9men,s and to de P osit 3 
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The rheology control agent when it is included, g n rally comprises about 0.1 to about 20 percent by 
weight of the basecoat composition and preferably comprises betwe n about 1 percent and about 5 percent 
by weight of the final basecoat composition. 

In general, the particle size of the rheology control agent plays a role in the overall thixotropic 
5 properties of these resins. Rheology control agents in embodiments of this invention are suspended in 
water and incorporated into the coating compositions of the invention. 

In general, the 'particle sizes can be from less than 0.1 microns to over about 200 microns. These sizes 
can be adapted to develop in part the rheological properties sought. In appropriate circumstances, the 
particle sizes may be from about 1 to about 50 microns. 
to In addition to a principal resin or major vehicle resin and a grind resin, preferred basecoat compositions 
may preferably comprise at least 5% by weight of the resinous vehicle of a branched-chain polyester resin. 
The branched-chain polyester is added for improved application properties and improved physical prop- 
erties (due to increased cross-link density). Such branch-chain polyesters are described in U.S. Patent 

, the disclosure of which is incorporated herein by reference. 

/5 Any additional agent used, for example, surfactants, fillers, stabilizers, wetting agents, dispersing 
agents, adhesion promoters, etc. may be incorporated into the basecoat composition. While the agents are 
well-known in the prior art, the amount used must be carefully controlled to avoid adversely affecting the 
coating and quick-drying characteristics. 

In formulating the basecoat compositions of the present invention, the order of addition of the individual 
zo components is often very important. As a rule, the cross-linking agent in a solvent is added to the rheology 
control agent in solution and thoroughly mixed. Thereafter, the major vehicle resin dispersion (neutralized 
with dimethylethanolamine) is added to the rheology control solution under agitation. A slurry of aluminum 
metal flakes and/or mica particles (mica particles are used alone in the case where an aluminum metallic 
veneer is not desired) is added to a mixture of a branched-chain polyester and Butyl Cellosolve®, and then 
25 dimethylethanoamine is added. This mixture of aluminum is then agitated with the slurry containing resinous 
vehicle, cross-linking agent, and rheology control agent. Pigment pastes comprised of polyurethane resin or 
other suitable dispersing vehicle, pigment, fillers, stabilizers, ptasticizers and other additives are then mixed 
under agitation with the above-resulting mixture. Pigment paste particles are prepared in a sand mill, attritor, 
or other common milling equipment prior to use. 
30 The pigments pastes may be prepared by mixing the aminoplast resin with the about t/4 of the total 
polyurethane resin (grind resin NV about 28%) to be added to the pigment paste. Pigment is added to this 
slurry under agitation for about 1/2 hour. The rest of the polyurethane resin is then added and the resulting 
paste is mixed for another half-hour. The pH and viscosity of the paste are checked and any adjustments 
are made by adding deionized water and/or tertiary amine. The weight ratio of pigment to binder ranges 
$s between 0.05-5.0. The final pigment paste comprises about 60% binder and pigment and about 40% 
aminoplast resin (solids basis). The amount of pigment ranges between 6 and 60% of the total weight of 
pigment plus binder. Other well-known methods of formulating prepared prepaint pastes may also be used. 

If neutralized acid groups are utilized as the water-stabilizing groups for the polyurethane, the final 
basecoat composition is adjusted to a pH of 7.6-7,8 with a basifying agent such as dimethylethanolamine. In 
40 the case of nonionic water-stabilizing groups, pH adjustment is generally not needed. Viscosity may be 
. adjusted using deionized water. Final basecoat compositions are comprised of the following components in 
the indicated weight ratios. 

Table I 

45 



Ingredient 


Amount 

(% by weight of of Solids of Rnal Basecoat composition) 


Polyurethane resin 


20-80% 


Melamine 


5-50% 


Rheology Control Agent 


0-20% 


Branched chain Polyester 


0-35% 


Pigment (Includes Aluminum Rakes) 


0-20% 


Pigment Paste 


5-40% 



55 

The basecoat compositions described hereinabove can be applied to a metal or plastic substrate in one 
or two coats using for example an air atomizer (Binks Model 60 spray gun, available from Binks 
Manufacturing Corporation, (Franklin Park, Illinois), or by using other conventional spraying means. The 

8 
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basecoat compositions may also b applied electrostatically. The basecoat compositions are preferably 
sprayed at a 50-80 psi. and a relative humidity of between 50 and 90% (optimally at 60-80% relative 
humidity) and a temp ratur of 21 -32 *C. 

After being deposited, the bas coat compositions are flash dried within a temperature range of room 
5 temperatures to 63 "C for between 30 seconds and about 10 minutes using warm air blowing at a relative 
humidity of 5-40%. The preferred flash temperature is about 49 ' C, which is carried out for preferably 
between about 1 and 5 minutes. The flash conditions described herein result In about 90% of the solvents 
(water plus organics) being flashed from the basecoat in this short period of time. 

After the first basecoat is deposited, a second layer of basecoat can be deposited over the first without 
10 drying (flash off), or alternatively, a topcoat (e.g., a clearcoat) may be deposited after a brief flash step. Any 
number of clearcoat compositions known in the art may be used. Any known unpigmented or other 
transparently pigmented coating agent is in principle, suitable for use as a topcoat. A typical top coat 
composition contains 30-60% film forming resin and 40-70% volatile organic solvent. 

After the clear coat is coated onto the basecoat layer, the multi-layer coating is then baked to cross-link 
is the polymeric vehicle and to drive the small amount of residual water and organic solvent from the multi- 
layered polymeric composition. A preferred baking step involves heating the coated substrate for a period 
of 10-60 minutes at a temperature of between 66 *C and 149'C. The baking step cures the coating to a 
hard, durable film. 

The inve/ition will be further described in connection with several examples that follow. These examples 
20 are shown by way of illustration of the invention and are not meant to limit the scope of the invention. All 
parts and percentages in the examples are by weight unless otherwise indicated. 



Preparation 1 • Polyester Polyol 

25 C36 dimer fatty alcohol (1650.0 g) (Pripol® 2033, Unichema), 1,6-hexanediol (499.6 g), isophthalic acid 
(488.2 g), and adipic acid (362.2 g) were mixed in a reaction flask fitted with a fractionating column and 
heated slowly to 220 • C. Water was removed from the reaction mixture, and the reaction was held at 220 ■ C 
until the acid number was less than 6 to yield the polyester polyol. 

30 Preparation 2 - Anionic Polyurethane Resin 

The following ingredients were mixed in a 5 liter reactor and heated to 113'C: 



35 



40 



Polyester from Preparation 1 
dimethylol propionic acid 
neopentyl glycol 
isophorone diisocyanate 
methylpenty! ketone (solvent) 
methyfethyl ketone (solvent) 




The reaction mixture was held at this temperature until the residual NCO was less than 1%. Trimethylol 
propane (43.4 g) was added to cap the urethane. The reaction was maintained until the residual NCO was 
less than 0.1%. Dimethylethanol amine (28.6 g) was added to salt the resin. Butanol (121.7 g) was added as 
45 a cosolvent, and the mixture was dispersed in 2466.0 g of deionized water. The resulting resin dispersion 
had a GPC molecular weight of 36,000, a weight % nonvolatiles of 27.0%, and a mean particle size of 87 
nm. 



50 



55 
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Preparation 3 • Nonionic Potyurethane Resin 

The following ingredients were mixed in a 5 liter reactor and heated to 1 13 ■ C: 



5 


polyester polyol from Preparation 1 


1013.0 g 




methoxy polyethylene glycol (MW = 2000) 


222.7 g 




trimethyfol propane 


20.1 g 




isophorone diisocyanate 


248.1 g 


10 


methylpentyl ketone (solvent) 


260.7 g 



The reaction mixture was held at this temperature until the residual NCO was less than 1%. A mixture of 
trimethylol propane (13.3 g) and neopentyl glycol (17.4 g) was added to cap the urethane. The reaction was 
maintained until the % residual NCO reached 0.1%. Butyl Cellosoive (403.9 g) was added as a cosolvent, 
is and the mixture was cooled to 60 'C and dispersed in 1600.8 g deionized water. The resulting polyurethane 
resin dispersion had a GPC molecular weight of 18,000, a weight % nonvoJatiles of 40.0%, and a mean 
particle size of 133 nm. 

y 

Example 1 

20 

The resin of Preparation 1 was incorporated into a waterborne basecoat according to the formulation set 
forth below. The amounts are given as parts by weight. The values for # Pigment and # Vehicle represent 
relative parts by weight of solids (nonvolatiles). The values for 100 # represent relative parts by weight of 
volatiles and non-volatiles, normalized to a total of 100 parts by weight. 



25 





Waterborne Basecoat Formulation 1 






# Pigment 


# Vehicle 


100 # 


30 


A) 


Laponite® 
Pluracol® P1010 
deionized water 
Total for A 


4.00 


0.80 


30.39 


35 


B) 


Cymel® 327 melamine resin 
Butyl Cellosoive® 




20.00 


4.22 
1.06 




C) 
D) 


Resin from Preparation 1 
Tinuvin® 1130 




60.00 


42.06 
0.28 


40 


E> 


Aluminum pigment paste 
Butyl Cellosoive® 

branched polyester derived from C36 dimer fatty acid, 
isophthalic acid, 1 ,6-nexanediol, and trimeilitic acid (73% solids) 
20% dimethyl ethanol amine in deionized water 


15.00 


20.00 


4.39 
2.03 
5.20 

0.56 


45 


F) 
G) 
H) 


dimethyl ethanol amine 
Butyl Cellosoive® 
deionized water 






0.13 
0.49 
9.17 



When the above basecoat composition was sprayed onto a primed steel panel, flashed, and overcoated 
so with an industry standard acrylic melamine clearcoat prior to cure, satisfactory coating results were obtained 
with a basecoat flash of only 8 minutes at 49 • C. 

Example 2 

55 The resin of Preparation 2 was incorporated into a waterborne basecoat according to the formulation set 
forth below. The amounts are given as parts by weight. The values for # Pigment and # Vehicle represent 
relative parts by weight of solids (nonvolatiles). The values for 100 # represent relative parts by weight of 
volatiles and non-volatiles, normalized to a total of 100 parts by weight. 

10 
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Waterborne Basecoat Formulation 2 






# Pigment 


# Vehicle 100 # 


s 


A) 


Laponite® 

Pluracol® PI 010 deionized water 
Total for A 


2.00 


2.00 


16.33 




B) 


Resimene® 747 melamine resin 
Butyl Cellosolve® 




33.70 


8.25 
2.06 


10 


C) 


Resin from Preparation 2 




20.50 


12.42 


15 


D) 


Fumed silica 
grind resin 
Resimene® 747 
Total for D 


4.75 


5.17 
2.30 


9.57 




E) 

/ 


Red pigment 

Resin from Preparation 2 

Total for E 


18.70 


24.40 


2.00 
24.88 


20 


F) 


Violet pigment 

Resin from Preparation 2 

Total for G 


3.60 


14.90 


12.59 


25 


G) 
H) 
1) 
J) 


Tinuvin® 1130 
Nacure® 2500 
Butyl Cellosolve® 
Oeionized water 






0.37 
1.30 
0.71 
11.53 



When the above basecoat composition was sprayed onto a primed steel panel, flashed, and overcoated 
30 with an industry standard acrylic melamine clearcoat prior to cure, satisfactory coating results were obtained 
with a basecoat flash of only 8 minutes at 49 ' C. 

The invention has been described in detail with reference to preferred embodiments thereof. It should 
be understood, however, that variations and modifications can be made within the spirit and scope of the 
invention. 

35 

Claims 

1. A coating composition comprising; 

(a) an aqueous medium. 

40 <b) an water-dispersible polyurethane resin that is the reaction product of a mixture comprising: 

(1) a hydroxy-functional polyester component that is the reaction product of a mixture comprising 
a carboxylic acid component comprising at least two carboxylic acid functional groups, a long- 
chain aliphatic polyol having greater than 18 and less than 60 carbon atoms, and a short-chain 
polyol having 1 2 or fewer carbon atoms, 

45 (2) a multifunctional compound having at least one active hydrogen group and at least one water- 

stabilizing group, 

(3) an active hydrogen-containing capping or chain extending agent, and 

(4) a polyisocyanate, and 

(c) an aminoplast crosslinking agent. 

50 

2. A coating composition according to claim 1 wherein at least one of the active hydrogen groups on the 
multifunctional compound (b)(2) is a hydroxyl group. 

3. A coating composition according to claim 1 wherein the compound (b)(3) is a polyol. 

55 

4. A coating composition according to claim 1 wherein the compound (b)(3) is an amincalcohol. 



11 
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5. A coating composition according to claim 1 wh rein the carboxylic acid component has less than or 
equal to 12 carbon atoms. 

6. A coating composition according to claim 1 wherein the carboxylic acid component has greater than or 
equal to 18 carbon atoms. 

7. A coating composition according to claim 1 wherein the carboxylic acid component of (b)(1) is a diacid 
or mixture of di acids. 

8. A coating composition according to claim 1 wherein the long-chain aliphatic polyol is C 3 * dtmer fatty 
alcohol. 

9. A coating composition according to claim 6 wherein the short-chain polyol has 7 or fewer carbon 
atoms. 

10. A coating composition according to claim 1 wherein the short-chain polyol has 7 or fewer carbon 
atoms. 

,/ 

11. A coatirfg composition according to claim 1 wherein the cross-linking agent is a melamine resin, 

12. A coating composition according to claim 1 wherein the polyisocyanate is an aliphatic diisocyanate. 

13. A coating composition according to claim 1 wherein 

the polyurethane resin is present in an amount of 20-90% by weight, based on the final solids 
content of the coating composition, and the aminoplast crosslinking agent is present in an amount of 5- 
50% by weight, based on the final solids content of the coating composition. 

14. A coating composition according to claim 1 wherein 

the polyester component (1) is present in the mixture (b) in an amount of 40-85%, based on the 
final solids content of the mixture (b), 

the multifunctional compound (2) is present in the mixture (b) in an amount of 1-10%, based on the 
final solids content of the mixture (b), 

the compound (3) is present in the mixture (b) in an amount of 1-10%, based on the final solids 
content of the mixture (b), and 

the polyisocyanate (4) is present in the mixture (b) in an amount of 10-40%, based on the final 
solids content of the mixture (b). 

15. A coating composition according to claim 1, further comprising at least one pigment. 

16. A coating composition according to claim 13 wherein the pigment is part of a polyurethane grind paste 
composition. 

17. A coating composition according to claim 14 wherein the polyurethane grind paste composition 
comprises: 

6 to 60%, based on the final solids content of the grind resin composition, of the pigment, 
20 to 75%, based on the final solids content of the grind resin composition, of a polyurethane resin 
that is the reaction product of a mixture comprising: 

(i) a hydroxy-functional polyester component that is the reaction product of a mixture comprising a 
carboxylic acid component comprising at least two carboxylic acid functional groups, a long-chain 
aliphatic polyol having greater than 18 and less than 60 carbon atoms, and a short-chain polyol 
having 12 or fewer carbon atoms, and 

(ii) a mixture of a multifunctional compound having at least one active hydrogen group and at least 
one water-stabilizing group, a compound having at least two active hydrogen groups, and a 
polyisocyanate, 

and an aminoplast crosslinking agent. 

18. A coating composition according to claim 1, further comprising a branched polyester resin that is the 
reaction product of a mixture comprising: 

12 
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(1) a hydroxy-functional polyester component, and 
1 (2) 2-25% by weight of a polyfunction^ carboxylic acid or acid anhydride, having at least 3 
carboxylic acid groups. 

s 19. A coating composition according to claim 1 wherein the water-stabilizing group is a neutralized 
carboxylic acid group. 

20. A coating composition according to claim 1 wherein the water-stabilizing group is a polyether group. 

10 
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